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| Additional Product 


Job Number: | 


TII 


Machine Or Operation: | Description : 
1.0 M6061T6R 1000 ROUND BAR 1.00" 


Comment: Qty: 0.1218 f(s)/Unit Total: 0.6090 f(s) 
6061-T6 round bar 1.00" 
(M6061T6 round bar 1.00" ) 
Batch:[7 (04554 “ATP atl to I5 


HARDINGE  : HARDINGE CNC LATHE SMALL 


DLL | LII 


Comment: HARDINGE CNC LATHE SMALL 


Machine as per folio FA702 &dwg 03523 УХ eoo 13 


INSPECT PARTS AS THEY COME OFF MACHINE 


LU | ШШ 
(©) 


Comment: |NSPECT PARTS AS THEY COME OFF MACHINE ID 


MILLING CONV. CONVENTIONAL MILLING MACHINE 


|! | | 


Comment: CONVENTIONAL MILLING MACHINE 
Drill For Helicoil & Set-Screw D PE to [13 © 


INSPECT PARTS AS THEY COME OFF MACHINE 


MN ШШ 
rad (© 


Comment: INSPECT PARTS AS THEY COME OFF MACHINE 


Page 1 Form: rprocess 


Date: : Saturday, 13/10/2007 11:31:31 AM 
User: Linda Lacelle 


Process Sheet 
Customer: CU-DAR001 Dart Helicopters Services Drawing Name: LEG 


Job Number: 35168 Part Number: D35233 


Machine Or Operation: Description : 


SECOND CHECK 


E 


Comment: SECOND CHECK 
HAND FINISHING1 HAND FINISHING RESOURCE #1 


Comment: HAND FINISHING RESOURCE #1 
1-Chemical Conversion Coat as per 051 005 4.1 


POWDER COATING POWDER COATING 


Comment: POWDER COATING y dens be $ 
-Mask threaded-holes & Ball as per Dwg D | о фа О.с оі. 


pic HAS 


-Powder Coat Black Sandtex (Réf: 4.3.5.7) as per QSI 005 4.3 


INSPECT POWDER COAT/CHEMICAL CONVERSION 


3 & 
LLLI выс ШИ 


Comment: [INSPECT POWDER COAT/CHEMICAL CONVERSION 
10.0 MS21209F 120 HELI COIL 


E E ш 


Comment: Qty: 1.0000 Each(s)/Unit Total: 5.0000 Each(s) 
HELI COIL 


Batch: Mm [5492 ГА 


MILLING СОМУ. CONVENTIONAL MILLING MACHINE | 


Comment: CONVENTIONAL MILLING MACHINE 
Install Helicoil as per Dwg D3523 


ШШ 


Comment: INSPECT WORK TO CURRENT STEP 
PACKAGING 1 PACKAGING RESOURCE #1 


Comment: PACKAGING RESOURCE #1 
identify and Stock 
Location: 
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Date: ' Saturday, 13/10/2007 11:31:31 AM 


User: Linda Lacelie Process Sheet 


Customer: CU-DAR001 Dart Helicopters Services Drawing Name: LEG 


Job Number: 35168 Part Number: D35233 


Seq. #: Machine Or Operation: Description : 
QC21 FINAL INSPECTION/W/O RELEASE 


Comment: FINAL INSPECTION/W/O RELEASE 


Page 3 Form: rprocess 


8 7 6 


DRILL #7 (0.201) x 0.83 DEEP 
TAP HOLE FOR #10-32 HELI-COIL INSERT (RED) 


INSTALL MS21209-F 1-20 HELI-COIL 
TO THE BOTTOM OF THE HOLE 


DRILL #33 (90.113) 
TAP #6-40 UNF 
(2 PLACES) 


0.100 


MS21209-F 1-20 3 1.211 
HELI-COIL (REF) 


2.000 
R0. 13 


ENSURE SMOOTH, 
POLISHED SURFACE 
FINISH ON BALL 


0.000 


90.742" 9 040 


D3523-1 LEG 


NOTES: 
Т) MATERIAL: ALUMINUM 6061-76/7651/76510/76511/762 ROUND BAR PER QQ-A-225/8 OR 
AMS 4115/4116/4117/4128 OR QQ-A-200/8 OR AMS 4160 (REF DART SPEC M6061T6R) 


2) FINISH: CHEMICAL CONVERSION COAT PER DART QSI 005 4.1 
3) TOLERANCES: PER DART 051 018 UNLESS OTHERWISE NOTED 
4) UNITS: INCHES UNLESS OTHERWISE NOTED " 
5) BREAK SHARP EDGES: 0.005 TO 0.015 MAX 
6) IDENTIFICATION: N/A 
7) WEIGHT: 03523-1: 0.05 (bs 
03523-3: 0.03 Ibs 


DRILL #7 (0.201) x 0.83 DEEP NAN 
TAP HOLE FOR #10-32 HELI-COIL INSERT (RED) ^ 


INSTALL MS21209-F 1-20 HELI-COIL ` 
TO THE BOTTOM OF THE HOLE ^ 


DRILL #33 (60.113) 


TAP 46-40 UNF 
(2 PLACES) | 
0.100 | 
с 
0.374 
R0.13 
| 
MS21209-F1-20 | 
HELI-COIL (REF) | 
ENSURE SMOOTH, 
T SE 
40. NI: 
00.742 0040 
D3523-3 LEG B 


ZONE D7, ОЗ: HOLE DEPTH REVISED FROM 0.69 TO 0.83 [св | ошо | 
ZONE A8:UPDATE NOTES: ADD WEIGHT CB | 070725 
UPDATE DRAWING FORMÁ 
ы азе DART AEROSPACE LTD A 
[DRAWN | cÈ HAWKESBURY. ONTARIO, CANADA 
CHECKED | (e | - REV. В 
MFG.APPR. | Æ | SHEET 1 OF 4 


APPROVED 
DE APPR. Рг: 
DATE 07.07.25 
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35168 


= 


DART AEROSPACE LTD Work Order: 
KAG PAA 
Description: LEG Part Number: 


Inspection Dwg: 


C2 


w, 
"0 
w 
үгә 
o 
pon 
о 
^ 
pon 


FIRST ARTICLE INSPECTION CHECKLIST 


[x] First Article |] Prototype 


Drawin Actual 
3 Tolerance Reject Meth od oF Comments 
Dimension Dimension ^ Inspection 
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